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BASIC-ABSTRACT: 



Prepn. of a collagen fibre comprises regenerating solubilised collagen to mfr. the 
collagen fibre . Collagen thread material, which is coagulated and regenerated by 
discharging the acidic soln. of the solubilised collagen into an aq. cone, salt 
soln. through a spinneret, is washed with water contg. 30-90 vol. % of alcohol at 
10-40 deg.C. 

Pref . alcohol is isopropanol. Solubilised collagen is a collagen treated with 
enzyme or alkali. Acidic soln. of the solubilised collagen is a chloric acid acidic 
soln. of 0.5-10 wt.% of collagen concn. , 1.5-5.0 pH and 0-35 deg.C temp. Aq. concn. 
salt soln. is aq. soln. of at least one of NaCl, KC1, NH4C1, Na2S04 and (NH3)2S04, 
having more than 60% concn. w.r.t. satd. soln. concn. and 10-40 deg.C temp. 

USE/ADVANTAGE - Fibre is useful for haemostatic material in surgical area. Collagen 
is obtd. stably by spinning method, and residual salts and impurities except 
collagen is sufficiently removed and foreign substances reduced. Also fibre has 
physiological active action and high haemostatic performance, and is suitable for 
haemostatic material providing improved handling of haemostatic treatment. 
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